WHAT IS CLAIMED IS: 

1 . A toner for developing an electrostatic image comprising a resin, a 

colorant and a releasing agent, wherein the toner has protrusions having a height of 
approximately 0.05 (im to 2 (im on the surface thereof, a part of the protrusions contain 
5 the releasing agent inside thereof, and the toner is characterized by a ratio of an 
element derived from the releasing agent to the elements on the surface of the toner 
determined by X-ray photoelectron spectroscopy, the element ratio being smaller than 
10% by atom. 

10 2. The toner for developing an electrostatic image as claimed in claim 1, 

wherein the protrusions have a height of approximately from 0. 1 to 1 jim. 

3. The toner for developing an electrostatic image as claimed in claim 1, 
wherein at least the part of the protrusions containing the releasing agent inside are 

15 formed by migration of the releasing agent. 

4. The toner for developing an electrostatic image as claimed in claim 1, 
wherein the releasing agent in the protrusions has an acicular form, 

20 5. The toner for developing an electrostatic image as claimed in claim 1, 

wherein the toner particles have a surface property index of approximately 2.0 or less 
which is measured under the condition of the toner without external additive, the 
surface property index being defined by the following equations: 
(Surface property index) 

25 (Measured specific surface area)/(Calculated specific surface area) 
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(Calculated specific surface area) = 

6E(nxRy(pxE(iixR')) 
wherein n represents a number of particles in a ciiannel of a Coulter Counter, R 
represents a channel particle diameter in the Coulter Counter, and p represents a toner 
5 density. 

6. The toner for developing an electrostatic image as claimed in claim 5, 
wherein the surface property index is in the range of about from 1 .0 to 1.8. 

10 7. The toner for developing an electrostatic image as claimed in claim 1, 

wherein the toner has an external additive added to a surface of the toner particles, and 
the external additive has an average primary particle diameter of about 0.2 fim or less, 
and the external additive is added in an amount of about from 1 to 3 parts by weight 
per 1 00 parts by weight of the toner 

15 

8. The toner for developing an electrostatic image as claimed in claim 1, 

wherein the toner has a volume average particle diameter (D50) of about fi-om 2 to 10 
jam. 

20 9. The toner for developing an electrostatic image as claimed in claim 1, 

wherein the toner has a shape factor SFl of about from 100 to 140, the SFl being 
defined by the following equation: 

SFl = (ML-/A) x (k/4) x 100 
wherein ML represents a maximum length of the toner particles, and A represents a 

25 projected area of the toner particles. 
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10. The toner for developing an electrostatic image as claimed in claim 1, 
wherein the toner has a volume average particle size distribution index GSDv of about 
1.25 or less, the GSDv being defined by the following equation: 
5 GSDv = (D^JD,,^f' 

wherein D^^^ represents a diameter (M.m) at which the volume accumulated particle 
distribution becomes 84%, and D^^^ represents a diameter (jim) at which the volume 
accumulated particle distribution becomes 16%. 

10 1 L The toner for developing an electrostatic image as claimed in claim I, 

wherein the releasing agent is selected from the group of polyethylene wax, paraffin 
wax, Fischer-Tropsch wax and nitrogen containing wax. 

12. A developer for developing an electrostatic image, the developer 
15 comprising a toner and a carrier, wherein the toner has protrusions having a height of 

approximately 0.05 |im to 2 jj,m on the surface thereof, a part of the protrusions contain 
a releasing agent inside thereof, and a ratio of an element derived from the releasing 
agent to the elements on the surface of the toner determined by X-ray photoelectron 
spectroscopy, the element ratio being smaller than 10 % by atom. 

20 

13. The developer as claimed in claim 12, wherein the toner particles 
have a surface property index of approximately 2,0 or less which is measured under the 
condition of the toner without external additive. 
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14. The developer as claimed in claim 12, wherein the toner has a 
volume average particle size distribution index GSDv of about L25 or less. 

15. A process for producing the toner for developing an electrostatic 
5 image claimed in claim 1, the process comprising: 

mixing at least a resin particle dispersion and a releasing agent dispersion to 
prepare an aggregated particle dispersion; 

heating the aggregated particle dispersion to form the toner particles; and 
forming protrusions on a surface of the toner by migration of the releasing 

10 agent. 

16. The process as claimed in claim 15, wherein the step of heating the 
aggregated particles dispersion comprises an intermediate step of heating at a 
temperature in a range of ±20°C from the melting point of the releasing agent, for 2 to 

15 10 hours. 

1 7. A process for forming an image, comprising: 

forming an electrostatic latent image on an electrostatic image holding 

member; 

20 developing the electrostatic latent image with the developer as claimed in 

claim 12 on a developer holding member to form a toner image; 
transferring the toner image to a transfer material; and 
fixing the toner image on the transfer material 

25 18. The process as claimed in claim 17, further comprising: 
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recovering the toner remaining on the electrostatic image holding member and 
reusing the toner in the developing step. 

19. The process as claimed in claim 17, wherein the transferring step 
5 comprises a step of transferring the toner image to an intermediate transfer material, 

and a step of transferring the toner image to a final transfer material. 

20. The process as claimed in claim 17, wherein the fixing step employs 
an oilless fixing process. 

10 
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